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(54) Via-hole and production method of via-hole 

(57) In one embodiment, the via hole comprises a sputtered metal layer 8 on which a second metal layer 7, 
eg of Ni-base alloy, is deposited by electroless-plating. A third metal layer 9, eg of Au, is deposited on the 
second metal layer by electroplating. In alternative embodiments, (Figs 2 - 8), the first metal layer is deposited 
by electroless plating, the second metal layer is sputtered on the first layer and the third metal layer is 
electroplated on the second layer. 

Since the inner surface of the hole is completely covered with the sputtered and electroless plated 
layers, the thick low resistance metal layer 9 can be electroplated over the inner surface of the hole without 
discontinuity. Further, since the sputtered and electroless plated layers have a good adhesion to the inner 
surface of the hole, the electroplated layer 9 is formed with a good adhesion. 
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VIA-HOLE AND PRODUCTION METHOD OF VIA-HOLE 
- FTKT.n Oy THR TNVENTIQN 

The present invention relates to a via-hole having a 
high aspect ratio ( depth/ apertvire width), and a method for 
producing the via-hole. 

RAricnpnirMD of tor TMVgNTTON 

In a conventional semiconductor device, a via-hole is 
employed as a wiring structure for connecting opposite front 
and rear surfaces of a semiconductor or insulator substrate 
through a hole penetrating the substrate. 

Figures 9(a) -9(e) are sectional views illustrating 
process steps of forming a via— hole in a conventional 
production method of a semiconductor device. In the 
figures, reference numeral 1 designates a GaAs substrate, 
numeral la designates a bottomed hole formed in the 
substrate 1, and numeral lb designates a through-hole 
penetrating the substrate 1. Reference numeral 2 designates 
an insulating film comprising SiN or SiON, and numeral 33 - 
designates a photoresist pattern. Reference ntmieral 8 
designates a metal layer formed by depositing Ti and Au> in 
this order using a sputtering technique ( hereinafter 
referred to as a sputtered metal layer), and nijmeral 8a 
designates a portion of the inner surface of the hole la 
where the sputtered metal layer 8 is not deposited. 
Further, reference numeral 9 designates an electroplated Au 
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layer^ niimeral 10 designates a wiring pat-tern, and numeral 
11 designates a low resistance metal layer formed over the 
rear surface of the substrate 1 by vapor deposition or 
plating. 

A description Is given of the production process. 

Initially, an Insulating film 2, such as SIN or SION, 
Is formed on a GaAs substrate 1, and a photoresist pattern 
(not shown) Is formed on the Insulating film 2. Using the 
photoresist pattern as a mask, the Insulating film 2 and the 
substrate 1 are selectively etched by RXE (Reactive Ion 
Etching) to form a hole la having prescribed width and 
depth, followed by removal of the photoresist pattern 
(Figure 9(a)). 

Thereafter, the entire surface of the GaAs substrate 1 
including the inner surface of the hole la is subjected to 
sputtering of Tl and Au in this order, forming a sputtered 
metal layer 8 (figure 9(b)). Then, a photoresist pattern 33 
is formed on the sputtered metal layer 8 except a region 
where a wiring pattern is to be produced. Using the 
photoresist pattern 33 as a mask and the low resistance Au 
layer of the sputtered metal layer 8 as a feeding layer, an 
Au layer 9 is selectively electroplated on the exposed part 
of the sputtered metal layer 8 (figure 9(c)). 

After removal of the photoresist pattern 33, portions 
of the sputtered metal layer 8 exposed by the removal of the 
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pho-toreslsi: pa-b-bem 33 are selectively removed by Ion 
milling or et:chlng^ whereby a wiring pa1:t:em 10 Is formed 
from the front surface of the GaAs substrate 1 along the 
inner wall of the hole la (figure 9(d)). 

Thereafter^ the rear surface of the GaAs substrate 1 is 
polished until a through-hole lb penetrating the substrate 
is formed, i.e*, until the wiring pattern 10 is exposed at 
the rear surface of the substrate. Finally, a low 
resistance metal layer 11 comprising Au or the like is 
formed over the rear surface of the GaAs substrate 1 
including the exposed wiring pattern 10, preferably by vapor 
deposition or plating, whereby a via-hole structure shown in 
figure 9(a) is obtained. 

This via-hole is employed as a wiring structure for 
grounding a microstrip line of a high-frecfuency 
semiconductor IC chip or as a wiring structure for grounding 
a source of an FET, 

Figures 10 and 11 illustrate a high-frequency and high- 
output GaAs MMIC (Monolithic Microwave Integrated Circuit) 
chip in which via-holes are employed as wirings for 
grounding source electrodes of FETs. Figure 10(a) is a plan 
view of the MMIC chip, and figure 10(b} is an enlarged view 
of a portion A of figure 10(a). Figure 11(a) is a sectional 
view taken along a line lla-lla of fic^ire 10(a), and figure 
11(b) is a sectional view taken along a line llb-llb of 
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figtire 10(a). 

In the flgxires, reference niimeral 1 designates a GaAs 
substrate. A plurality of FETs are arranged In a line on 
the GaAs substrate 1. Gate electrodes 203a of the 
respective FETs are connected to a common gate electrode 
203, and the common gate electrode 203 is connected to a 
gate bonding pad 223. Drain electrodes of the respective 
FETs are connected to drain wirings 201a ^ and the drain 
wirings 201a are connected to a common drain wiring 201. 
Further, the common drain wiring 201 is connected to a drain 
bonding pad 221. Source electrodes of the respective FETs 
are connected to source grounding wirings 10a. In figures 
11(a) and 11(b), the source grounding wiring 10a is 
connected through the hole lb to a grounded low resistance 
metal layer 11a on the rear surface of the substrate 1. 

In the above*described production process of a via- 
hole, after the formation of the sputtered metal layer 8 
over the entire surface of the substrate 1 including the 
inner sxirface of the hole la, the Au layer 9 is selectively 
electroplated using the sputtered metal layer 8 as a feeding 
layer. Thereafter, the rear surface of the substrate 1 is 
polished to expose the wiring pattern 10, and the low 
resistance metal layer 11 is formed on the rear surface of 
the substrate 1. In this conventional method, however, when 
the hole la has a high aspect ratio, for example, an 
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aperture width less than 60 pm and a depth exceeding 100 ym, 
the sputtered metal layer 8 used as a feeding layer for 
electroplating is not deposited evenly on the inner surface 
of the hole la. The unevenness of the sputtered metal layer 
8 causes* an uneven thickness of the Au layer 9 electroplated 
on the sputtered metal layer 8. When the sputtered metal 
layer 8 is discontinuous on the inner surface of the hole la 
as shown in figure 9(b), the Au layer 9 electroplated on the 
sputtered metal layer 8 is also disGontinuous between the 
upper part and the lower part of the hole la as shown din 
figure 9(c)- Consequently, the wiring layer on the front 
surface of the substrate 1, i.e., the electroplated Au layer 
9, is not connected to the wiring on the rear surface of the 
substrate 1, i.e., the low resistance metal layer 11, 
through the hole lb. 

There is a prior art technique of forming a via-hole 
wiring, in which an Au layer is plated over the inner 
surface of the hole of the substrate by electroless plating 
and, thereafter, the rear surface of the substrate is 
polished and the rear side wiring is formed. However, since 
the electroless plating provides a very low growth rate of 
the Au layer, the thickness of the- plated Au layer is very 
thin. Further, the electroless-plated Au layer has a poor 
adhesion to the inner surface of the hole. Therefore, in 
this prior art method, it is impossible to produce a via- 
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hole with a reliable s1:rengt:h and a low resistance. 
S^JMMARY QF THE INVENTION 

It Is an object o£ the present Invention to provide a 
vla-hole structure In which a thick metal layer having a low 
resistance Is disposed over an inner surface of a hole of a 
semiconductor or Insulator sxibstrate having a high aspect 
ratio, and the metal layer Is adhered closely to the Inner 
surface of the hole. 

It Is another object of the present invention to 
provide a method of producing the vla-hole. 

Other objects and advantages of the invention will 
become apparent from the detailed description that follows. 
The detailed description and specific embodiments described 
are provided only for illustration since various ^ additions 
and modifications within the scope of the invention will be 
apparent to those of skill in the art from the detailed 
description. 

According to a first aspect of the present invention, 
in a method of producing a vla-hole, a hole having a 
prescribed depth is formed in a prescrdLbed region of a 
semiconductor substrate, and a base metal layer having a 
function of a feeding layer for electroplating is formed on 
the inner surface of the hole by sputtering and electroless 
plating. Then, a low resistance metal is electroplated 
using the base metcLI layer as a feeding layer. Finally, the 
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rear surface of -the subst:ra-be is polished, and a wiring 
layer Is formed on the rear surface of the substrate, 
electrically contacting the electroplated low resistance 
metal layer. In this method, since the inner surface of the 
hole is completely covered with the base metal layer formed 
by sputtering and electroless plating, a thick low 
resistance metal layer can be electroplated over the inner 
surface of the hole without discontinuity. 

Aesording to a second aspect of the present invention, 
in a method of producing a via-hole, a hole having a 
prescribed depth is formed in a prescribed region of a 
substrate, and a metal layer having a good adhesion to the 
inner surface of the hole and a function of a feeding layer 
for electroplating is sputtered over the entire surface of 
the substrate including the inner surface of the hole. 
Thereafter, by electroless plating using the sputtered metal 
layer as a catalyst, a metal layer having a good adhesion to 
the surface of the sputtered metal layer and the inner 
surface of the hole is selectively plated on the surface of 
the sputtered metal layer and on the inner surface of the 
hole where the sputtered metal layer is absent. Thereafter, 
a low resistance metal is electroplated using the sputtered 
metal layer and the electroless-plated metal layer as 
feeding layers; followed by polishing of the rear surface of 
the substrate. Finally, a wiring layer is formed on the 
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rear surface of -the subs-krate, electrically con-backing the 
electropla-ted low resistance metal layer. In this method, 
since the inner stirface of the hole is completely covered 
with the sputtered metal layer and the electroless-plated 
metal layer, a thick low resistance metal layer can be 
electroplated over the inner surface of the hole without 
discontinuity. Further, since the sputtered metal layer and 
the electroless-plated metal layer have a good adhesion to 
the inner surface of the hole, the electroplated low 
resistance metal layer is formed with a good adhesion to the 
inner surface of the hole through the sputtered metal layer 
and the electroless-plated metal layer. 

According to a third aspect of the present invention, 
in a method of producing a via-hole, a hole having a 
prescribed depth is formed in a prescribed region of a 
substrate, and a metal layer having a good adhesion to the 
inner surface of the hole is selectively plated on the inner 
surface of the hole by electroless plating. . Then, a metal 
layer having a good adhesion to the surfaces of the 
substrate and the electroless-plated metal layer and having 
a function of a feeding layer is sputtered over these 
surfaces. Thereafter, a low resistance metal is 
electroplated \ising the sputtered metal layer and the 
electroless-plated metal layer as feeding layers, followed 
by polishing of the rear stirface of the substrate. Finatlly, 
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a wiring layer is formed on -the rear surface of "the 
substra-te, elec-trically contacting the electroplated low 
resistance metal layer. In this method, since the inner 
sxirface of the hole is completely covered with the sputtered 
metal layer and the electroless-plated metal layer, a thick 
low resistance metal layer can be electroplated over the 
inner surface of the hole without discontinuity. Further, 
since the sputtered metal layer and the electroless-plated 
metal layer have a good adhesion to the inner surface of the 
hole, the electroplated low resistance metal layer is formed 
with a good adhesion to^ the inner surface of the hole 
through the sputtered metal layer and the electroless-plated 
metal layer. 

According to a fousrth aspect of the present invention, 
in the above-described method of producing a via-hole, the 
electroless-plated metal layer is formed on the inner 
surface of the hole so that it does not have a portion 
protruding from the hole over the front surface of the 
substrate. Therefore, the sputtered metal layer and the 
electroplated metal layer formed on the electroless-plated 
metal layer do not swell at the periphery of the opening of 
the hole, so that portions of these layers on the front 
surface of the s\ibstrate are made flat. 

RRTEF nKflrRTPTTQM OF THE DRAWTNRS 

Figures l(a)-l(d) are sectional views illustrating 
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process streps in a method of producing a via-hole of a 
semiconductor device in accordance with a first embodiment 
of the present invention. 

Figures 2(a) -2(c) and 3(a)-3(c) are sectional views 
illustrating process steps in a method of producing a via* 
hole of a semiconductor device in accordance with a second 
embodiment of the present invention. 

Figures 4(a) -4(d) and 5(a) -5(c) are sectional views 
illustrating process steps in a method of producing a via- 
hole of a semiconductor device in accordance with a third 
embodiment of the present invention. 

Figures 6(a) and 6(b) are sectional views for 
explaining a problem in the production process according to 
the second and third embodiments of the invention. 

Figures 7(a)-7(c) and 8(a)-8(c) are sectional views 
illustrating process steps in a method of producing a via- 
hole of a semiconductor device in accordance with a fourth 
embodiment of the present invention. 

Figures 9(a)-9(e) are sectional views illustrating 
process steps in a method of producing a via-hole of a 
semiconductor device according to the prior art. 

Figures 10(a) and 10(b) are diagrams for explaining a 
conventional high-frequency and high-output MMIC, in which 
figure 10(a) is a plan view of the MMIC, and figure 10(b) is 
an enlarged view of a portion A of figure 10(a). 




Figiire 11(a) is a sectional view taken along a line 
lla-lla of figure 10(a), and figure 11(b) is a sectional 
view taken along a line llb-llb of figure 10(a). 

DETATLEn DFrSnRTPTIOKT OF THE PREFR RREP EMBODTMTCTsrPg 
[Embodiment 1] 

Figures 1(a) -1(d) are sectional views illustrating 
process steps in a method of producing a via-hole of a 
semiconductor device in accordance with a first embodiment 
of the present invention. In the figiires, the same 
reference numerals as in figures 9(a) -9(e) designate the 
same or corresponding parts. Reference numeral 7 designates 
an Ni base alloy layer comprising, for example, Ni-P, Ni-B, 
or Ni-B-W, formed by electroless-plating (hereinafter 
referred to as an electroless-plated Ni base alloy layer). 
A description is given of the production process. 
Initially^ an insulating film 2, such as SiN or SiON, 
is formed on the surface of the GaAs substrate 1, and a 
photoresist pattern (not shown) is formed on the insulating 
film 2. Using the photoresist film 2 as a mask, the 
insulating film 2 and the GaAs substrate 1 are selectively 
etched by RIE to form a hole la having a depth of 100 - 120 
pm and an aperture width of 50 - 60 pm, followed by removal 
of the photoresist pattern. 

Thereafter, a first metal layer comprising Ti, Or, or 
Ni and having a thickness less than 500 A and a second metal 
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layer comprising a low resls-bance metal ^ such as Au, and 
having a thickness of about 2000 A are successively 
deposited over the entire surface of the GaAs substrate 1 
including the inner surface of the hole la using a 
sputtering technique, whereby a sputtered metal layer 8 is 
formed (figure 1(a)}. The first metal layer comprising Ti, 
Or, or Ni has a good adhesion to the inner surface of the 
hole la of the GaAs substrate 1. Then, a photoresist 
pattern 33 is formed on the sputtered metal layer 8 except a 
region where a wirdLng pattern is to be formed. Using the 
photoresist pattern 33 as a mask and the sputtered metail 
layer 8 as a catalyst, an Ni base alloy layer 7 about 5000 A 
thick is selectively formed on the unmasked portion of the 
sputtered metal layer 8 and on the inner surface of the hole 
la where the sputtered metal layer 8 is absent, by 
electroless plating (figure 1(b)). The electroless-plated 
Ni base alloy layer 7 has a good adhesion to the surface of 
the sputtered metal layer 8 and the inner surface of the 
hole la. 

Thereafter, using the low resistance Au layer included 
in the sputtered metal layer 8 and the electroless-plated Ni 
base alloy layer 7 as feeding layers, an Au layer 9 having a 
thickness exceeding 3 pm is formed on the electroless-plated 
Ni base alloy layer 7 by electroplating ( figure 1(c)). 

After removal of the photoresist pattern .33, portions 
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of the sputtered metal layer 8 exposed by the removal of the 
photoresist pattern 33 are selectively removed by ion 
milling or etching, whereby a wiring pattern 10 is formed 
from the front surface of the GaAs substrate 1 over the 
inner surface of the hole la of the substrate 1* 
Thereafter, the rear surface of the GaAs substrate 1 is 
polished until the wiring pattern 10 is exposed, i.e., until 
a through- hole lb penetrating the substrate 1 is formed. 
Finally, an Au layer 11 is formed over the rear surface of 
the GaAs substrate 1 including the exposed surface of the 
wiring pattern 10, preferably by vapor deposition or 
plating, resulting in a via-hole structure in which the 
wiring pattern 10 is connected to the rear side wiring 11 
via the through-hole lb (figure 1(d)). Since the first 
metal layer comprising Ti, Cr, or Ni of the sputtered metal 
layer 8 has a high resistance, it is desired that the 
polishing of the GaAs substrate 1 is carried out until the 
high resistance first metal layer is completely removed and 
the second metal layer, i.e., the low resistance Au layer, 
is exposed* 

In this first embodiment of the present invention, 
after formation of the sputtered metal layer 8 on the inner 
surface of the hole la of the GaAs substrate 1, the 
electroless-plated Ni base alloy layer 7 is formed on the 
sputtered metal layer 8 and on portions of the inner surface 
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of the hole la where the sputtered metal layer 8 is absent. 
Thereafter, using the sputtered metal layer 8 and the 
electroless-plated Ni base alloy layer 7 as feeding layers, 
the Au layer 9 is electroplated- Therefore, a thick 
electroplated Au layer 9 exceeding 3 pm is evenly formed 
over the inner surface of the hole la without discontinuity. 
In addition, the first metal layer comprising Ti, Cr, or Ni 
included in the sputtered metal layer 8 adheres closely to 
the inner surface of the hole la with a good adhesion, and 
the electroless-plated Ni base alloy layer 7 adheres closely 
to the sputtered metal layer 8 and the inner surface of the 
hole la with a good adhesion. Therefore, the electroplated 
Au layer 9 is formed with a good adhesion to the inner 
surface of the hole la through the sputtered metal layer 8 
and the electroless-plated Ni base layer 7. After the 
formation of the wiring pattern 10 comprising the above- 
described layers 7, 8, and 9, the rear surface of the GaAs 
substrate 1 is polished to expose the wiring pattern 10, and 
the Au layer 11 is formed on the rear surface of the 
substrate. In the via-hole structure produced in this way, 
the wiring on the front surface of the substrate 1, i,e., 
the wiring pattern 10 including the electroplated Au layer 
9, is connected to the wiring on the rear surface of the 
sxibstrate, i.e., the Au layer 11, through the through-hole 
Ib^ with high reliability. Further, the strength of the 
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via-hole is Improved. 
[Embodiment: 2] 

Figures 2(a) -2(c) and 3(a) -3(c) are sectional views 
illus-trating process steps in a method of producing a via- 
hole of a semiconductor device in accordance with a second 
embodiment of the present invention. In figures^ the same 
reference numerals as in figures 1(a) -1(d) designate the 
same or corresponding parts. Reference numeral 66 
designates Pd nuclei serving as a catalyst of electroless 
plating . 

A description is given of the production process* 
Initially^ an insulating film 2 comprising SiN or SiON 
is formed on the surface of the GaAs substrate 1, and a 
photoresist pattern 3 is formed on the insulating film 2. 
Using the photoresist pattesm 3 as a mask, the insulating 
film 2 and the GaAs substrate 1 are etched by RIE to form a 
hole la having a depth of 100 - 120 pm and an aperture width 
of 50 - 60 ym. Thereafter, using the photoresist pattern 3 
as a mask, a Pd activated solution, for example, a mixtxxre 
of FdCl2 and HCl, is applied to the inner surface of the 
hole la, whereby Pd nuclei 66 are deposited on the inner 
surface of the hole la (figure 2(a)). 

After removal of the photoresist pattern 3 ( f igrure 
2(b)), by electroless plating using the insulating film 2 as 
a mask and the Pd nuclei 66 as a catalyst, an Ni base alloy 
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layer 1 , such as Ni-P, Ni-B, or Ni-B-W, is selectively 
formed on the inner surface of the hole la to a thickness of 
about 5000 A (figure 2(c)). The electroless-plated Ni base 
alloy layer 7 adheres closely to the sxirface of the hole la 
with a good adhesion. 

Thereafter, a first metal layer comprising Ti, Cr, or 
Ni and having a thickness less than 500 A and a second metal 
layer comprising a low resistance metal, such as Au, and 
having a thickness of about 2000 A are successively 
sputtered on the surface of the insulating film 2 and on the 
surface of the electroless-plated Ni base alloy layer 7 in 
the hole la, resulting in a sputtered metal layer 8 (figure 
3(a))- 

In the step of figure 3(b), a photoresist pattern 33 is 
formed on the sputtered metal layer 8 except a region where 
a wiring pattern is to be formed. Using the photoresist 
pattern 33 as a mask, an Au layer 9 having a thickness of 3 
pm or more is selectivisly electroplated on the sputtered 
metal layer 8 and on the electroless-plated Ni base alloy 
layer 7. The sputtered metal layer 8 and the Ni base alloy 
layer 7 serve as feeding layers for the electroplating. 

After removal of the photoresist pattern 33, portions 
of the sputtered metal layer 8 exposed by the removal of the 
photoresist pattern 33 are selectively removed by ion 
milling or etching, whereby a wiring pattern 10 is formed 
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from "bhe front surface of the GaAs substrate 1 over the 
inner surface of the hole la of the substrate 1. 
Thereafter, the rear surface of the GaAs substrate 1 is 
polished until the wiring pattern 10 is exposed at the rear 
surface, i.e., until a through-hole lb penetrating the 
substrate 1 is formed* Finally, an Au layer 11 is formed on 
the rear surface of the GaAs substrate 1 including the 
exposed surface of the wiring pattern 10 by vapor deposition 
or plating, resulting in a via-hole structu^re in which the 
wiring pattern 10 is connected to the rear side Au wiring 11 
via the through-hole lb (figure 3(c)). 

In this second embodiment of the present invention, 
after the selective electroless plating of the Ni base alloy 
layer 7 on the inner surface of the hole la of the GaAs 
substrate 1, the sputtered metal layer 8 having a function 
of a feeding layer for electroplating is formed on the front 
surface of the GaAs substrate 1 and on the surface of the 
electroless-plated Ni base alloy layer 7. Thereafter, the 
Au layer 9 is electroplated on the sputtered metal layer 8 
and on the electroless -plated Ni base alloy layer 7 using 
these layers as feeding layers* Therefore, a thick 
electroplated Au layer exceeding 3 ym can be formed without 
discontinuity* In addition, the electroless-plated Ni base 
alloy layer 7 comprising Ni-P, Ni-B, Ni-B-W, or the like 
adheres closely to the inner surface of the hole la of the 
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GaAs subslzra-te 1 w±t:h a good adhesion, and "the flrs't ine1:al 
layer comprising Ti, Cr, or Ni included in the sput-tered 
metal layer 8 adheres closely to the electroless-plated Ni 
base alloy layer 7 and rhe insulating film 2 with a good 
adhesion* Therefore, the electroplated Au layer 9 is formed 
with a good adhesion to the inner surface of the hole la 
through the sputtered metal layer 8 and the electroless- 
plated Ni base layer 7. After the formation of the wiring 
pattern 10 comprising the above-described layers 7, 8, and 
9, the rear surface of the GaAs substrate 1 is polished to 
expose the wiring pattern 10, and the Au layer 11 is formed 
on the rear surface of the substrate* In the via-hole 
structure produced in this way, the wiring on the front 
surface of the substrate 1, i.e., the wiring pattern 10 
including the electroplated Au layer 9, is connected to the 
wiring on the rear surface of the substrate, i.e., the Au 
layer 11, via the through-hole lb, with high reliability. 
Further, the strength of the via-hole is improved. 
[Embodiment 3] 

Figures 4(a)-4(d) and 5(a)-5(c) are sectional views 
illustrating process steps of producing a via-hole of a 
semiconductor device in accordance with a third embodiment 
of the present invention. In these figures, the same 
reference, numerals as in figures 1(a) -1(d) designate the 
same or corresponding parts. Reference numeral 4 designates 
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a metal layer comprising one selected from Ti, Or, and Ni^ 
numeral 5 designates an Au layer, and numeral 6 designates a 
Pd layer. These layers 4, 5, and 5 are f canned by vapor 
deposition. 

A description is given of the production process. 
Initially, an insulating film 2, such as SiN or SiON, 
is formed on the surface of the GaAs substrate 1, and a 
photoresist pattern 3 is formed on the insulating film 2. 
Using the photoresist pattern 3 as a mask, the insulating 
film 2 and the GaAs substrate 1 are selectively etched by 
RIE to form a hole la having a depth of 100 - 120 pm and an 
aperture width of 50 - 60 ym (figure 4(a)). 

Using the photoresist pattern 3 as a mask, a metal 
layer 4 comprising Ti, Cr, or Ni and having a thickness less 
than 500 A, an Au layer 5 having a thickness less than 500 
A, and a Pd layer 6 having a thickness less than 500 A are 
successively deposited on the bottom of the hole la by vapor 
deposition (figure 4(b)). The metal layer 4 comprising Ti, 
Cr, or Ni adheres closely to the bottom of the hole la. The 
Pd layer 6 serves as a catalyst in the subsequent 
electroless plating process. The Au layer 5 interposed 
between the metal layer 4 and the Pd layer 6 serves as a 
buffer layer that prevents separation of the Pd layer 6 from 
the metal layer 4 due to the difference in linear expansion 
coefficients between these layers 4 and 6. 
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After removal of the photoresist pattern 3 (figure 
4(c)), using the insulating film 2 as a mask and the Pd 
layer 6 as a catalyst, an Ni base alloy layer 7 about 5000 A 
thick is formed on the inner surface of the hole la by 
electroless plating (figure 4(d)). 

Thereafter, a first metal layer comprising Ti, Cr, or 
Ni and having a thickness less than 500 A and a second metal 
layer comprising a low resistance metal, such as Au, and 
having a thickness of about 2000 A are successively 
sputtered on the surface of the insulating film 2 and on the 
surface of the electroless-plated Ni base alloy layer 7 in 
the hole la, resulting in a sputtered metal layer 8 (figure 
5(a)). 

In the step of figure 5(b), a photoresist pattern 33 is 
formed on the sputtered metal layer 8 except a region where 
a wiring pattern is to be formed. Using the photoresist 
pattern 33 as a mask, an Au layer 9 having a thickness 
exceeding 3 pm is selectively electroplated on the sputtered 
metal layer 8 and on the electroless-plated Ni base alloy 
layer 7. The sputtered metal layer 8 and the electroless- 
plated Ni base alloy layer 7 serve as feeding layers in the 
electroplating process. 

After removal of the photoresist pattern 33, portions 
of the sputtered metal layer 8 exposed by the removal of the 
photoresist pattern 33 are selectively removed by ion - 
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milling or etching, whereby a wiring pattern 10 is formed 
from the front surface of the GaAs substrate 1 over the 
inner surface of the hole la. Thereafter, the rear surface 
of the GaAs substrate 1 is polished until the wiring pattern 
10 is exposed at the rear surface, i.e., until a through- 
hole lb penetrating the substrate 1 is formed. Finally, an 
Au layer 11 is formed over the rear surface of the GaAs 
substrate 1 including the exposed surface of the wiring 
pattern 10 by vapor deposition or plating, resulting in a 
via-hole structure in which the wiring pattern 10 is 
connected to the rear side Au wiring 11 via the through-hole 
lb (figure 5(c)). Since the metal layer 4 comprising Ti, 
Cr, or Ni has a high resistance, it is desired that the 
polishing of the substrate 1 is carried out until the high 
resistance metal layer 4 is completely removed and the low 
resistance Au layer 5 is exposed. 

Also in this third embodiment of the invention, the 
same effects as described in the second embodiment are 
achieved. In addition, since the vapor-deposited Pd layer 6 
is used as a catalyst for the electroless plating of the Ni 
base alloy layer 7, the process of immersing the substrate 1 
in a Pd activated solution to deposit Pd nuclei as in the 
second embodiment can be dispensed with. 

In the production of the via-hole structure according 
to the second or third embodiment of the invention, the 
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electroless-plated Ni base alloy layer 7 some-times pro-trudes 
over -the periphery of -the opening of -the hole la as shown In 
figure 6(a). In this case, as shown In figure 6(b), the 
protruding portion of the Ni base alloy layer 7 causes an 
uneven surface of the electroplated Au layer 9 at the 
periphery of the opening of the hole la. The uneven portion 
of the Au layer 9 Is an obstacle to a stable wire-bonding on 
the Au layer 9. This problem Is solved In a fourth 
embodiment of the present Invention described hereinafter. 
[Embodiment 4] 

Figures 7(a) -7(c) and 8(a) -8(c) are sectional views 
illustrating process steps of producing a via-hole of a 
semiconductor device according to the fourth embodiment of 
the present invention. In the figures, the same reference 
numerals as in figures 1(a) -1(d) designate the same or 
corresponding parts. Reference numeral 2a designates an 
insulating film, and numeral 22 designates an overhanging 
portion of the insulating film 2. 

A description is given of the production process. 

Initially, an Insulating film 2, such as SIN or SION, 
is formed on the surface of the GaAs substrate 1, and a 
photoresist pattern 3 is formed on the insulating film 2. 
Using the photoresist pattern 3 as a mask, the insulating 
film 2 and the GaAs siUsstrate 1 are selectively etched by 
RIE to form a hole having prescribed depth and width. Then, 
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■the inner surface of the hole la is subjected -to iso-tropic 
chemical etching thai: over-etches the side wall of the hole, 
whereby a hole la having a depth of 100 120 \xm and an 
aperture width of 50 - 60 is formed (figure 7(a)). The 
insulating film 2 has a portion 22 overhanging the hole la. 

As in the above-described third embodiment, using the 
photoresist pattern 3 as a mask, a metal layer comprising 
one selected from Ti, Cr, and Ni and having a thickness less 
than 500 A^. an Au layer 5 having a thickness less than 500 
A, and a Pd layer 6 having a thickness less than 500 A are 
successively vapor-deposited on the bottom of the via-hole 
la (figure 7(b) ). 

After removal of the photoresist pattern 3 (figure 
7(c)), using the insulating film 2 as a mask and the vapor- 
deposited Pd layer 6 as a catalyst, an Ni base alloy layer 7 
about 5000 A thick is formed on the inner surface of the 
hole la by electroless plating (figure 8(a)). In the 
electroless plating, the overhanging portion 22 of the 
Insulating film 2 prevents the plated Ni base alloy layer 7 
from protruding over the front surface of the GaAs substrate 
1. 

The overhanging portion 22 of the insulating film 2 is 
removed by ion milling or selective etching (figure 8(b)). 
Thereafter, as illustrated in figure 8(c), the sputtered 
metal layer 8 and the electroplated Au layer 9 are 
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selectively formed In -the same process as described wlt:h 
respect -to figures 5(a) and 5(b}. Finally, as lllus-trated 
In flgiire 5(c), the rear surface of the GaAs substrate 1 Is 
polished to expose the wiring pattern 10, and the Au layer 
11 is formed over the rear surface of the substrate 1, 
whereby a via-hole structure in which the wiring pattern 10 
is connected to the rear side Au wiring 11 via the through- 
hole lb is produced. 

Also in this fourth embodiment of the invention, the 
same effects as described in the third embodiment are 
achieved. Further, since the unwanted protrusion of the 
electroless*plated Ni base alloy layer 7 from the periphery 
of the opening of the hole la is avoided, the electroplated 
Au layer 9 on the front surface of the GaAs substrate 1 has 
an even surface that facilitates the subsequent wire-bonding 
of the Au layer 9. 

In the above-described first to fourth embodiments, 
after the formation of the electroless-plated Ni base alloy 
layer 7, the surface of the electroless -plated Ni base alloy 
layer 7 may be substituted by a si^bstitution type 
electroless plating of Au. Xn this case, the adhesion 
between the electroless-plated Ni base alloy layer 7 and the 
electroplated Au layer 9 is improved. 

Although in the above-described first to fourth 
embodiments the insulating film 2 is used as a mask for the 
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electroless plating of the Ni base alloy layer 1 , when 
another metal pattern is exposed in a region of the 
substrate other than the region shown in the figures, a 
photoresist pattern masking this metal pattern is formed 
before the formation of the electroless-plated Ni base alloy 
layer 7. 

While in the above-described first to fourth 
embodiments the electroless-plated metal layer 7 comprises 
Ni base alloy, the electroless-plated metal layer 7 may 
comprise other metals so far as the metal has a good 
adhesion to the surface to which it is plated. 

While in the above- described first to fourth 
embodiments Au is employed as a low resistance metal, other 
low resistance metals, such as Ag or Cu, may be employed. 

In the foregoing description, emphasis has been placed 
upon a via-hole structure of a semiconductor device 
employing a GaAs substrate. However, the structure and the 
production process of the via-hole according to the present 
invention may be applied to other semiconductor devices 
including substrates of other semiconduc'i:or materials or 
insulators, such as sapphire, or devices other than 
semiconductor devices and including insulator substrates. 
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Claims 

1. A vla-hoie comprising: 

a substrate having a surface; 

a through-hole penetrating the substrate 

and having an inner surface; 

a sputtered metal layer disposed on part of the 

surface of the substrate and on the inner surface of the 

through-hole ; 

an electroless-plated metal layer disposed on 

the sputtered metal layer and the inner surface of the 
through-hole ; and 

an electroplated metal layer disposed on the 

electroless-plated metal layer 

2. The via-hole of claim 1 wherein said through-hole 
has a depth and an aperture width in an aspect ratio 

(depth/aperture width) larger than 5/3. 

3. The via-hole of claim 1 wherein said sputtered 
metal layer comprises a first metal layer comprising one 
selected from Ti, Cr, and Ni and having a good adhesion to 
the inner surface of the through-hole , and a second 
metal layer having a low resistance disposed on the first 
metal layer. 



- 27 - 



4. The via-hole of claim 1 wherein said electroless- 
plated metal layer is an electroless-plated Ni base 
alloy layer. 

5. The via-hole of claim 1 wherein said electroplated 
metal layer is an electroplated Au layer. 

6. A via-hole comprising: 
a substrate having a surface; 

a through-hole penetrating the substrate 

and having an inner surface; 

an electroless-plated metal layer disposed on 

the inner surface of the through-hole ; 

a sputtered metal layer disposed on part of the 

surface of the substrate and on t:he electroless-plated 

metal layer ; and 

an electroplated metal layer disposed on the 
electroless-plated metal layer and on the sputtered 

metal layer 

?• The via-hole of claim 6 wherein said through-hole 
has a depth and an aperture width in an aspect ratio 
(depth/ aperture width) larger than 5/3. 



8. The via-hole of claim 6 wherein said sputtered 
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me-tal layer comprises a first: metal layer comprising one 

selected from Ti, Cr, and Ni and having a good adhesion to 
the inner surface of the through-hole , and a second 

metal layer having a low resistance and disposed on the 
first metal layer. 

9. The via-hole of claim 6 wherein said electroless- 
plated metal layer is an electroless-plated Ni base 

alloy layer, 

10. The via-hole of claim 6 wherein said electroplated 
metal layer is an electroplated Au layer. 

11. A method of producing a via-hole 
comprising: 

forming a hole in a prescribed region of a 

substrate having opposite front and rear surfaces, said 

hole having a prescribed depth from the front surface 

of the substrate and an inner surface; 

sputtering a metal layer on the inner surface 
of the hole ; 

plating a metal layer on the inner surface of 

the hole and on the sputtered metal layer by 

electroless plating; and 

electroplating a low resistance metal layer on 
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the electroless-plated metal layer 

12. The method of claim 11 further comprising: 

after formation of the electroplated low resistance 
metal layer , polishing the rear surface of the substrate 
until the hole penetrates through the substrate ; and 

forming a low resistance metal layer over the 

rear surface of the substrate , electrically contacting 
the electroplated metal layer 

13. A method of producing a via-hole 
comprising: 

forming a hole in a prescribed region of a 

substrate having opposite front and rear surfaces, said 

hole having a prescribed depth from the front surface 

of the substrate and an inner surface; 

sputtering a metal layer on part of the front 

surface of the substrate and on the inner surface of the 

hole ; 

selectively plating a metal layer on the inner 

surface of the hole where the sputtered metal layer 

is absent and on a portion of the sputtered metal layer 
to be a wiring layer, by electroless plating using the 
sputtered metal layer as a catalyst; and 

electroplating a low resistance metal layer on 
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the elec-troless-plaired me-tal layer using the sputtered 

metal layer and the electroless-plated metal layer 

as feeding layers. 

14* The method of claim 13 wherein said hole has a 

depth and an aperture width In an aspect ratio 
(depth/aperture width) larger than 5/3. 

15- The method of claim 13 wherein said sputtered metal 
layer Is formed by sputtering a first metal having a 

good adhesion to the Inner surface of the hole on the Inner 
surface of the hole and then sputtering a second metal 
having a low resistance on the sputtered first metal. 

16. The method of claim 15 wherein the first metal Is 
one selected from Tl, Cr, and Nl, and the second metal Is 
Au. 

17. The method of claim 13 wherein said electroless- 
plated metal layer Is an electroless-^plated Nl base 
alloy layer. 

18. The method of claim 13 wherein said electroplated 
metal layer is an electroplated Au layer. 



- 31 - 



19* The method of claim 17 further including 
substituting the surface of the electroplated Ni base alloy 
layer by a substitution type electroless plating of Au. 

20. The method of claim 13 further comprising: 

after formation of the electroplated low resistance 
metal layer , polishing the rear surface of the substrate 
until the hole penetrates through the substrate 

; and 

forming a low resistance metal layer over the 

rear surface of the substrate , electrically contacting 
the electroplated metal layer 

21. A method of producing a vla-hole 
and comprising : 

forming a hole in a prescribed region of a 

substrate having opposite front and rear surfaces, said 
hole having a prescribed depth from the front surface 

of the substrate and an inner surface; 

plating a metal layer on the inner surface of 

the hole by electroless plating; 

sputtering a metal layer on the front surface 

of the substrate and on the electroless-plated metal 

layer ; and 

electroplating a low resistance metal layer on 
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"the sputtered metal layer and on the electroless-plated 

metal layer using the sputtered metal layer and the 

electroless-plated metal layer as feeding layers* 

22. The method of claim 21 wherein said hole has a 
depth and an aperture width in an aspect ratio 
(depth/aperture width) larger than 5/3. 

23. The method of claim. 21 wherein said electroless- 
plated metal layer is an electroless-plated Ni base 
alloy layer. 

24. The method of claim 21 

wherein said electroless-plated metal layer is 
formed by electroless-plating an Ni base alloy layer on the 
inner surface of the hole using, as a catalyst, a Pd 

layer selectively vapor-depqsited at the bottom of the 

hole 

25. The method of claim 21 wherein said sputtered metal 
layer is formed by sputtering a first metal having a 
good adhesion to the surface of the substrate and to the 
surface of the electroless-plated metal layer and then 
sputtering a second metal having a low resistance on the 
sputtered first metal. 
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26. The method of claim 21 wherein said electroplated 
metal layer is an electroplated Au layer. 

27. The method of claim 23 further including 
substituting the surface of the electroplated Ni base alloy 
layer by a substitution type electroless plating of Au. 

28. The method of claim 24 further including 
substituting the surface of the electroplated Ni base alloy 
layer by a substitution type electroless plating of Au. 

29. The method of claim 25 wherein the first metal is 
one selected from Ti, Or, and Ni, and the second metal is 
Au. 

30. The method of claim 21 further including: 

after formation of the electroplated low resistance 
metal layer , polishing the rear surface of the substrate 
until the hole penetrates through the substrate ; and 
forming a low resistance metal layer over the 

rear surface of the substrate , electrically contacting 
the electroplated metal layer 

31. A method of producing a via-hole 
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comprising : 

preparing a subs1:rate having oppositie front and 
rear surfaces; 

forming an insulating film on the front surface 
of the substrate ? 

selectively etching portions of the insulating film 
and the substrate by anisotropic etching, thereby 
forming an opening in a prescribed region of the insulating 
film and a hole in the substrate opposite the 

opening of the insulating film , said hole having a 
prescribed depth from the front surface of the substrate 

selectively etching the substrate at the inner 

surface of the hole by isotropic etching to increase 

the width of the hole ; 

using the insulating film having the opening as 

a mask, selectively plating a metal layer on the inner 

surface of the hole by electroless plating; 

selectively removing a portion of the insulating 
film contacting the electroless -plated metal layer ; 

selectively sputtering a metal layer on the 

insulating film and on the electroless -plated metal 
layer ; and 

electroplating a low resistance metal layer on 
the electroless-plated metal layer and on the sputtered 
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metal layer using the electroless-plated metal layer 

and the sputtered metal layer as feeding layers, 

32. The method of claim 31 wherein said hole has a 
depth and an aperture width in an aspect ratio 

( depth/ aperture width) larger than 5/3- 

33. The method of claim 31 wherein said electroless- 
plated metal layer is an Ni base alloy layer. 



of claim 31 wherein said electroless- 

is formed by electroless-plating an 
on the inner surface of the hole 
selectively vapor-deposited at the 
as a catalyst. 

35. The method of claim 31 wherein said sputtered metal 
layer is formed by sputtering a first metal having a 
good adhesion to the surface of the substrate and to the 
surface of the electroless-plated metal layer and then 
sputtering a second metal having a low resistance on the 
sputtered first metal. 

36. The method of claim 31 wherein said electroplated 
metal layer is an electroplated Au layer. 



34. The method 
plated metal layer 
Ni base alloy layer 
using a Pd layer 
bottom of the hole 
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37. The method of claim 33 further Including 
substituting the surface of the electroplated Nl base alloy 
layer by a substitution type electroless plating of Au, 

38* The method of claim 34 further Including 
substituting the surface of the electroplated Nl base alloy 
layer by a substitution type electroless plating of Au- 

39. The method of claim 35 wherein the first metal Is 
one selected from Tl, Cr, and Ni, and the second metal is 
Au. 

40. The method of claim 31 further including: 

after formation of the electroplated low resistance 
metal layer , polishing the rear surface of the substrate 
until the hole penetrates through the substrate 

; and 

forming a low resistance metal layer over the 

* rear surface of the substrate, electrically contacting the 
electroplated metal layer 

41. A method of producing a via-hole in a semiconductor 
device, siJbstantially as herein described with reference to Figure 

1, Figures 2 and 3, Figures 4 and 5 or Figures 7 and 8 of the accompanying 
drawings. 

42. In a semiconductor device, a via-hole substantially 
as herein described with reference to Figure 1, Figures 2 and 3, 
Figures 4 and 5 or Figures 7 and 8 of the accompanying drawings. 



42. In a semiconductor device, a via-hole siJbstantially 
as herein described with reference to Figure 1, Figures 2 and 3, 
Figures 4 and 5 or Figures 7 and 8 of the accompanying drawings. 



A ^ 4 APV^V ^^^^^^ 

Patents Act 1977 

Examiner's report to the Comptroller under Section 17 ^ 
(The Search report) ^ § t> 


^^vpiicaiion nuniDer 
GB 9425339.0 


Relevant Technical Fields 

(!) UK CI (Ed.N) HIK KHAE 
(ii) Int CI (Ed.6) HOIL 

Databases (see below) 

(!) UK Patent Office collections of GB, BP, WO and US patent 
specifications. 

(ii) ONLINE: WPI 


Search Bxammer 
D SUMMERHAYES 


Dale of completion of Search 
15 MARCH 1995 


Documents considered relevant 
following a search in respect of 

1-42 


Categories of documents 



X: Document indicating lack of novelty or of inventive step. P: 

Y; Document indicating lack of inventive step if combined with 

one or more other documents of the same calegory. E: 

A: Document indicating technological background and/or state 

of the art. Sci 



Document published on or after the declared priority date 
but before the filing date of the present application. 

Patent document published on or after, but with priority date 
earlier than, the filing date of the present application. 

Member of the same patent family; corresponding document. 



Category 



Identity of document and relevant passages 



Relevant to 
claim(s) 



EP 0388563 Al 



(SGS) 



Da(abases:The UK Patent Office database comprises classified collecaons of GB, EP, WO and US patent specifications as outlined periodically in the Official Journal 
(Patents). The on-line databases considered for search are also listed periodically in the Official Journal (Patents). 



Page 1 of 1 



T9 - 18130 



